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SOLID STATE POLYMERISATION OF POLYESTERS 
WITH LOW DIFFUSION RESISTANCE PREPOLYMER PELLETS 

This invention relates to solid state polymerisation of low 
diffusion resistance pellets of polyester prepolymers . 

High molecular weight polyesters, such as poly (ethylene 
t ere P hthalate) (PET) and poly (ethylene naphthalate) (PEN) are 
usually produced by a combination of melt polymerisation and 
solid state polymerisation (SSP) processes. Polyester 
prepolymers with relatively low molecular weight (evidenced by a 
relatively low intrinsic viscosity, -I.V.-) are produced in a 
m elt polymerisation process. The prepolymer melt is typically 
extruded through a die with multiple orifices to form molten 
strands that are quenched, solidified, and chopped into granules 
or pellets. There are, of course, other methods to convert 
polyester melt into granular form. The prepolymer granules or 
pellets are further polymerised in solid phase to a desired high 
secular weight or X.V.. at temperatures below the melting point 
but above the glass transition temperature. 

Hereafter, for convenience, polyester prepolymer granules, 
regardless of their shape or method of forming, will be referred 
to as pellets. 

Generally, the shape of the orifices in the extrusion dxe 
used to pelletize prepolymer is round, but orifices of other 
simple shapes can be used; in all cases conventional extrusion 
dies give solid shaped strands or fibres. Drooping of the molten 
prepolymer strands and/or some flattening actions of the 
pelletizing equipment, cause the cross-section of the resulting 
prepolymer pellets to be somewhat elongated and not exactly 
round; i.e., approximately elliptical. 

Solid state polymerisation ( SSP) is conducted under vacuum 
or in a stream of purge gas such as nitrogen. Overall , SSP 
involves two major steps: (1) chemical reactions and (2) 
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diffusion of reaction by-products. The chemical reactions are 

transesterification and esterification. 

Transesterification generates ethylene glycol (EG) as the 

by-product and esterification generates water as the by-product. 

To force the polyester prepolymer to polymerize further, reaction 

by-products must be effectively removed as they are generated. 
By-products generated by the reaction diffuse from the interior 
to the surfaces of the pellets where they are removed by vacuum 
or an inert gas stream. Since resistance to by-product diffusion 
from the surfaces of the pellets to the bulk of the gas phase is 
negligible, only the chemical reaction rates and by-product 
diffusion from the interior to the surfaces of the pellets are 
maj or factors in polymerisation performance. 

Enhanced chemical reaction rates are achieved by using the 
maximum allowable reaction temperature, slightly below the 

• temperature at which polymer pellets start to stick together or 
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to the reactor wall. 

Resistance to diffusion of by-products can be reduced by 
reducing prepolymer particle size. However, at a fixed 
temperature, smaller particles have higher tendencies to .tic . 
Therefore, lower reaction temperatures are reguired if P"^ 1 * 
size is reduced. Moreover, excessively small particles are hard 
to handle. Therefore, it is no accident that most of the 
polyester pellets weigh between 0.015 to 0.03 grams per pellet 
Another way to reduce the by-product diffusional resistance while 
.attaining the pellet size is to shape the pellet cross-section 
lifce stars, crosses, dog bones and the like. However, such 
shapes are generally undesirable because the increased inter- 
pellet contact area of these shapes increases the tendency to 
stick. Therefore, practically all standard prepolymer pellets 
have round, elliptical, sguare, rectangular or other simple 
cross-sections. 

Heretofore, a number of methods have been proposed to reduce 
diffusional resistance to by-products while maintaining a 
suitable prepolymer particle size and without increasing polymer 
sticking tendency. U.S. Patent Specification No. 3,586,64, 
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proposes foamed pellets which are formed by. incorporating 
nitrogen or a foaming agent into the prepolymer melt before 
palletizing. Foamed pellets polymerize only slightly faster than 
solid pellets. in U.S. Patent Specification No. 4,755,587, it xs 
proposed to use porous pellets with interconnected voids prepared 
by grinding and compacting the polyester prepolymer. In U . S . 
Patent Specification No. 4,849,497, it is proposed to melt apxn 
polyester prepolymer into fine fibres, and then cut and compact 
the fine fibres into porous pills for solid state polymerisation. 

Although porous pellets solid state polymerize much faster 
th an standard pellets, the formation of porous pellets requires 
expensive additional steps, such as grinding, compacting, 
granulating, and classifying- Moreover, porous pellets tend to 
generate large amounts of fines. 

It is the purpose of this invention to improve the 
polymerisation process by providing an improved polyester 
prepolymer pellet form that offers reduced diffusion resistance 
to the reaction by-products and, therefore, higher polymerisation 
rates, without the disadvantages of existing techniques. 

The present invention provides a polyester prepolymer pellet 
having improved gas diffusion characteristics that can be solid 
state polymerised into a high molecular weight polyester which 
comprises a polyester prepolymer formed into a substantially 
tubular open-ended pellet. 

The present invention enables the solid state polymerisation 
of polyester prepolymers that are shaped in a manner to provide 
one or more open-ended cavities inside each shaped particle. The 
shape, size and capability effectively to reduce gas diffusion 
• resistance results in greatly improved solid state polymerisation 
rates that provide a number of advantages in both newly designed 
polymerisation plants as well as in existing plants. 

The invention is applicable to virtually any polyester that 
can be solid state polymerised. The most common polyesters 
suitable for use in the invention have at least about 75 mole 
35 percent of their acid moieties provided by an aromatic 

" dicarboxylic acid, such as terephthalic acid, isophthalic acid. 
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or a naohthalenic dicarboxylic acid (preferably 2,6-) with the 
did moieties provided by glycols such as ethylene glycol, 
butvlene glycol and 1, 4-dimethylol cyclohexane or aromatic dxols 
such as hydroquinone and catechol. Such polyesters can contain 
5 other dicarboxylic acids such as adipic acid, isophthalic acid, 

and sebacic acid. Poly ( ethylene terephthalate ) (PET), 
polyethylene isophthalate) , poly (ethylene naphthalate) ( PEN) 
and polyfbutylene terephthalate) homopolymers are representative 
examples of such polyesters. Poly (ethylene naphthalate) s are 
10 especially suitable. Blends of various polyesters can also be 

polymerised by the process. 

The diacid component in the polyesters is normally comprised 
of alkyl dicarboxylic acids which contain from 4 to 36 carbon 
atoms, diesters of alkyl dicarboxylic acids which contain from 6 
15 to 38 carbon atoms, aryl dicarboxylic acids which contain from 8 

to 20 carbon atoms, diesters of aryl dicarboxylic acids which 
contain from 10 to 22 carbon atoms, alkyl substituted aryl 
' dicarboxylic acids which contain from 9 to 22 carbon atoms, or 
diesters of alkyl substituted aryl dicarboxylic acids which 
20 contain from 11 to 22 carbon atoms. 

The preferred alkyl dicarboxylic acids will contain from 4 
to 12 carbon atoms. Some representative examples of such alkyl 
dicarboxylic acids include glutaric acid, adipic acid, and 
pimelic acid. The preferred diesters of alkyl dicarboxylic acids 
25 will contain from 6 to 12 carbon atoms. A representative example 

of such a diester of an alkyl dicarboxylic acid is dimethyl 
azelate. The preferred aryl dicarboxylic acids contain from 8 to 
16 carbon atoms. Some representative examples of aryl 
dicarboxylic acids are terephthalic acid, isophthalic acid, and 

^ ',^h The preferred diesters of aryl dicarboxylic 
30 orthophthalic acid. The prerei 

acids contain from 10 to 18 carbon atoms. Some representative 
examples of diesters of aryl dicarboxylic acids include dimethyl 
terephthalate, dimethyl isophthalate, dimethyl orthophthalate, 
dimethyl naphthalate, and diethyl naphthalate. The preferred 
35 alkyl substituted aryl dicarboxylic acids contain from .9 to 16 

carbon atoms and the preferred diesters of alkyl substituted aryl 
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dicarboxylic acids contain from 11 to 15 carbon atoms. 

The diol component of the polyester prepolymers is normally 
comprised of glycols containing from 2 to 12 carbon atoms, glycol 
ethers containing from 1 to 12 carbon atoms, glycol ethers 
containing from 4 to 12 carbon atoms, and polyether glycols 
having the structural formula 
HO-(A-0) n ~H 

wherein A is an alxylene group containing from 2 to 6 carbon 
atoms and wherein n is an integer from 2 to 400. 

Branched polyester prepolymers can also be used. Such 
hunched polyesters normally contain branching agents that have 
three or more functional groups; preferably three or four. 
Heactive functional groups can be carboxyl or aliphatic hydroxyl 
gr oups and can optionally contain both carboxyl groups and 
hydroxyl groups. Examples of acidic branching agents include 
tri mesic acid, trimellitic acid, pyromellitic acid, butane 
tetracarboxylic acid, naphthalene tricarboxylic acids, and 
c yclohexane-l,3,S-tricarboxylic acids. Representative examples 
of hydroxyl branching agents (polyols) include glycerin, 
tri^ethylol propane, pentaerythritol, dipentaerythritol, 1,2,6- 
hexane triol, and 1, 3, 5-trimethylol benzene. Generally, xn the 
r ange of from 0 to 3 percent (based upon the total diol 
component) of a polyol containing from 3 to 12 carbon atoms wxll 
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be used. 

High strength polyesters that utilize at least one brs- 
hydroxyalxyl pyromellitic diimide in their diol component, such 
as those described in United States Patent Specification No. 

4,605,728 can also be used. 

The polyester prepolymers (starting polyesters) may be made 
by any suitable method but are typically prepared by conventional 
m elt polymerisation technics using temperatures, catalysts, and 
stabilizers well Known in the polyester art. These polyester 
pr epolymers have a relatively low initial starting I.V.. 
Prepolymers should preferably have a starting I.V. (as measured 
in a 60:40 by weight phenyl : 1, 1 , 2 , 2-tetrachloroethane solvent 
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system at a temperature of 30°C) in the range of from 0.25 dl/g 
to 0.75 dl/g. It is desirable to be able to use prepolymer with 
as low an I.V. as is technically possible and suitably ah I.V. 
below 0.6 dl/g, desirably below 0.5 dl/g. An I.V. of less than 
5 0.25 dl/g, however, may be unsuitable because 0.25 dl/g has been 

found to be about the lower limit that PET can be pelletized 
without shattering. 

in the practice of this invention, the prepolymer is formed 
into substantially tubular shaped pellets with one or more open- 
10 ends prior to solid state polymerisation. Each of the pellets 

has one or more open-ends but retains the same general outer 
cross-sectional shape as standard solid pellets. Pellets will 
normally weigh in the range of from 0.1 grams to 10 grams per 100 
pellets. Pellets weighing in the range of from 1 to 3 grams per 
15 100 pellets are commonly used commercially and are preferred. 

An -open-ended" pellet is a pellet with at least one end or 
side open to allow carrier gas to enter the interior of the 
pellet. It may be open on both ends and may, or may not, be open 
to the side. Thus either or both ends of the tubular pellet may 
20 be open and/or the side may be open; in any of these cases the 

pellet should be understood to be "open-ended". 

The term "substantially tubular" is used to indicate that a 
strand or pellet is in the form of a long hollow body with a 
generally annular or ring-shaped cross-section. This annular 
25 cross-section may be complete in the case of strand or pellet 

having no opening to the side or incomplete in the case of strand 
or pellet having a side opening. 

' Preferably the prepolymer is extruded in tubular form; after 
quenching and chopping, the resulting substantially tubular 
30 pellets have"! hollow portion, with open ends, extending through 

the pellet, preferably through the entire length of the pellet. 
As conventional dies give rise to solid pellets, a die specially 
designed to form molten substantially tubular strands is required 
for formation via extrusion. 
35 Thus, suitable pellets can be advantageously formed by 

extruding the prepolymer through a specially designed die, 
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quenching the extruded strands and chopping the solidified 
strands into pellets . 

The present invention therefore provides a process for the 
preparation of pellets of the invention which comprises extruding 
polyester prepolymer through a die designed to form substantially 
tubular molten strands, quenching the molten strands, and 
chopping the strands into open-ended pellets of a size and shape 
suitable for solid state polymerisation. 

The pellets formed in this way are usually open at both 
ends. Pellets with both ends open are preferred. If the pellets 
are also open to the side, there will be an open gap on the side 
of the pellet. The pellets will generally be cut into lengths in 
the range of from 1 mm to 10 mm. If too short, they tend to 
shatter and form fines and if too long they have a greater 
tendency to stick. Lengths in the range of from 2 to 3 mm are 
preferred for pellets in the size range of from 1 to 3 grams per 
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100 pellets. 

All else being equal, the sticking tendencies of polymer 
pellets during SSP increase with increasing specific inter-pellet 
contact area, which is defined as the inter-pellet contact area 
per unit weight of polymer. With similar general cross-sectional 
shape and length as standard pellets, the open-ended pellets have 
approximately the same sticking tendency as the standard pellets. 
The presence of one or more open ends in each pellet greatly 
shortens the by-product mean diffusion path and increases surface 
area thereby lowering the overall by-product diffusional 
resistance within the pellet. Furthermore, the open ends allow 
the purge gas to flow into or pass through the interior of the 
pellets to sweep away reaction by-products as soon as they 
diffuse to the inner surfaces. Therefore, the open-ended 
polyester prepolymer pellets of the present invention solid state 
polymerize much faster than e.g. foamed polyester prepolymer 
pellets with equal void fraction. 

S The simplest open-ended pellets are those with a "C-shaped 
or -cr-shaped cross-section formed by an extrusion-pelletizxng 
technique. These pellets can be produced by discharging the 
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prepolymer melt from the melt reactor through an extrusion die 
designed to have »C"-shaped orifices, quenching the extruded 
strands, and chopping the solidified strands with a pelletizer. 
As the extruded melt strands emerge from the die face, each will 
5 have a «C"-shaped cross-section. This allows air to enter the 

interior of each forming strand. Depending on the design of the 
die orifices, the polymer properties, and the extrusion 
conditions, the gaps of the extruded strands may or may not close 
to form tubes or strands of substantially tubular shape. If the 
10 gaps close, pellets with "0"-shaped cross-sections result. 

Otherwise, pellets with »C"-shaped cross-sections result. In 
general, if the gap in each die orifice is narrow enough, the 
polymer I.V. is high enough, and/or the die temperature is low 
enough, pellets with »0"-shaped cross-sections will be produced. 
15 For convenience, pellets with »C«- and "0"-shaped cross-sections 

are referred herein to as C-pellets and O-pellets respectively. 
The C-pellet is open to the side but the O-pellet is not. The 
general shape of the cross-sections of C-pellets and O-pellets 
are approximately elliptical although the general orifice shape 
20 of the die used may be round. 

To prevent possible interlocking of C-pellets, and thus 
polymer sticking tendency, the gap in each C-pellet should 
ideally be narrower than half the pellet diameter, more 
preferably narrower than one fifth the pellet diameter. For 
25 pellets of a size suitable for SSP, the gap size is preferably in 

the range of from 0 . 01 mm to 1 . 0 mm; good results have been 
obtained with C-pellets with a gap size of in the range of from 



0 . 1 mm to 0.4 mm. 

Prepolymer pellets with multiple open-ended cavities can 
30 also be produced using appropriately designed extrusion dies. 

Since dies that produce pellets with multiple cavities are more 
difficult to design and fabricate it is generally preferred that 
the number of cavities in each pellet be limited. 

For some applications it may be desirable to use extrusion 
35 dies with mandrels or similar devices. A mandrel is a hollow pin 

inserted in the centre of a die orifice that forms a cavity. Air 
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or nitrogen can be introduced though the centre of the mandrel to 
fill the centre of the extrudate, thus reducing the possibility 
of the cavity closing when quenched or in further processing. 

Although it is preferable to produce prepolymer pellets with 
open-ends. by simply replacing a standard melt reactor discharging 
die with a die having "C-shaped or other desired shaped 
orifices, it is possible to convert standard pellets with an 

additional extrusion step. 

Although the general cross-sectional shape of the open-ended 
pellets is preferably round or elliptical, it may be 
proximately square, rectangular, or of other simple geometrical 
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F or exa^le, various shapes, such as triangles, rounded 
wangles and squares can be formed by the so-called adhesive 
profile extrusion techniques disclosed in the boo, "Polyester 
Lres" Chemistry and Technology, by Herman Ludewig, Wiley 
Polishing, 1,64. While this boo, discusses fibre shapes, hollow 
strands chopped into pellets may be forced in the same manner. 

The present invention further provides the use of the 
polyester prepolymer pellets of the invention in the preparation 
of a polyester polymer by solid state polymerisation. 

F or solid state polymerisation it is usually necessary that 
the prepolymer be partially crystalline to reduce sticking 
Crystallinity should generally be above about 30 percent and more 
typically above about 40 percent. Since extruded pellets will be 
sub stantially amorphous, it is then necessary to process the 
pellets to increase crystallinity to the desired level. This xs 
generally done by heating. Crystallization is carried out in any 
Ltable eguip.ent in which the polyester granules can be heated 
t o crystallization temperatures without sticking. Agitation 
no^ally helps prevent sticking. Crystallization can also be 
carried out in a fluidized hed crystallizer . Fluidxzation 

• aas flow rate sufficient to cause the 

accomplished by utilizing a gas flow rax: 

pellets to be fluidizing the crystallizer with or without 
Lhanical vibration. Inert gas or air can be used. Since very 
Xarge guantities are required for f luidization, air x. most 
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economical . 

Crystallization residence time is generally in the range of 
from 2 to 20 minutes and preferably from 5 to 10 minutes 
depending on temperature. In the case of poly (ethylene 
terephthalate), air at a temperature in the range of from 140 C 
to 215*C is used for heating. Air temperatures in the range of 
from 190°C to 200'C are preferred. 

Density is a convenient measure of crystallinity and, in 
general, poly (ethylene terephthalate) prepolymer is suitably 
crystallized to a density of at least about 1.37 g/cc. A density 
of at least about 1.38 g/cc is preferred and 1.39 g/cc more 
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preferred. 

The polyester granules can also be crystallized in a high 
frequency energy field of in the range of from 20 megahertz to 
300 megahertz as described in greater detail in U.S. Patent 
Specification No. 4,254,253. 

Solid state polymerisation (SSP) of the open-ended, low 
diffusion resistance pellets is conducted at conditions suitable 
for polymerisation of standard solid pellets of similar size. 
Generally SSP is conducted at a temperature in the range of from 
10*C to 50 -C below the melting point of the prepolymer. For PET 
a temperature range of from 200'C to 245'C, and preferably from 
210-C to 230-C is appropriate. The polymerisation is conducted 
u^aer vacuum or in a stream of inert gas in a suitable reactor. 
Appropriate conditions are the same as are suitable for standard 
pellets or porous pill pellets. Suitable conditions are detailed 
in U.S. 4,977,196 at column 8, line 45 to column 10, line 62 as 
well as in numerous other patent specifications including U.S. 
4,755,587, U.S. 4,876,326 and U.S. 4,849, 497. 

The advantages of the open-ended prepolymer pellets of the 
invention and other aspects of this invention are demonstrated in 
the following Examples, with reference to the accompanying 

drawings in which 

Figure 1 is a plot of polymer I.V. against reaction time for 
the solid state polymerisation of PET pellets with different 
cross sections; 
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Fi gure 2 is a plot of poller I.V. against reaction time for 
the solid state polymerisation of PEN standard pellets and 
pellets with open-ended cavities; and 

Fig ure 3 is a plot of poller I.V. against reaction time for 
the solid state polymerisation of PET standard pellets and 
pellets with open-ended cavities. 

In the Examples the abbreviations •«,• and -ID' stand for 
outside diameter and inside diameter respectively, 
..j v " stands for intrinsic viscosity, 
"PET" stands for poly (ethylene terephthalate) , and 
"PEN" stands for poly ( ethylene naphthalate) - 

Ei5S Sr_< - « - - 

,«„ A .nd .1 «.«• u,«d to pr*P«« ".nd.td p.U«. .nd op*"- 

p— .« « p— « — .„ .« — .... «/. 

„d . o.rboxyl ooot.M of 21 £ " »° lld "*" 

"h. t~ -c-p«o«ll. dies I. d.fi».d hy two circus .»d 

H.P. Th. - W> — » «- 

ILL th. «!«».. Th. ..in, -i— i- •« «- — ">"' - 

as follows: 



25 



Die 




ID, in (nan) 


Gap, in. (mm) 


S 


3/16 (4.76) 






A 


1/4 (6.35) 


1/16 (1.59) 


1/48 (0.53) 


B 


x /4 (6.35) 


3/32 (2. 38) 


1/32 (0.79) 



30 



It is not necessary that the two circles that define the -f.ee 
of a "c-profile die be concentric. Both Dies A and B are 
examples of the' simplest designs. The three dies were used xn 

with a XX/4 -h (31.75 laboratory extruder and a 

pe X eti^er to prepare open-ended pellets and standard pellets. 
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Four different types of PET prepolymer pellets, each with 
different cross-sections, prepared using the three dies were 
chosen for the solid state polymerisation (SSP) tests. Pellet 
preparation resulted in practically no change in I.V. or carboxyl 
5 content. 

Table I lists the characteristics of the pellets and the 
extrusion conditions used to prepare them. The four types of 
pellets are designated S-Pellets, O-pellets, Q-Pellets, and C- 
pellets respectively. S-Pellets were standard solid pellets 
10 prepared with Die S; they were used as the control. O-Pellets 

were pellets with «0"-shaped cross-sections prepared with die A. 
Q-Pellets and C-Pellets were pellets with "C"-shaped cross- 
sections prepared with Die.B. The main difference between Q- 
Pellets and C-Pellets was in the dimension of the gap; Q-Pellets 
15 had very narrow gaps and »C"-Pellets had wider gaps. 

Although the standard strand die used to prepare the S- 
pellets has a round orifice, the cross-sections of the S- P ellets 
were elongated because the melt strands drooped before quenching. 
Each of the three types of open-ended pellets were prepared using 
20 a »C"- P rofile die with the land gap of the die orifice oriented 

upwards. As the melt strands cooled, the gaps in the strand 
tended to close in the case of the O-pellets or to shrink back in 
the case of the C- and Q-pellets . These actions had the effect 
of offsetting the elongation of the cross-section caused by 
25 drooping. Therefore, all three types were more nearly round in 

cross-section than the standard pellets. This is evidenced by 
their lower axis ratios. This is beneficial because the less 
elongated the cross-sections, the lower the pellet sticking 
tendency during solid state polymerisation. All four types of 
30 pellets had nearly equal average pellet weight (between 1.82 and 

1.84 grams per 100 pellets). Since the standard pellets have 
mo re elongated or elliptical cross-sections, they will have a 
somewhat higher sticking tendency than the three types of pellets 
with open-ended cavities. If the cross-sections were the same, 
35 the sticking tendency would be the same. The four types of PET 

pellets were solid state polymerised in a small scale static bed 
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reactor at the same SSP temperature to demonstrate the SSP rate 
advantages of the three types of open-ended pellets- over standard 
pellets . 

The static-bed reactor used was made from a 24-inch 
5 (609.6 mm) long glass tube with 1-inch (25.4 mm) ID. The bottom 

of the reactor was connected to a small purge-gas supply tube 
which coiled up around the reactor. The only purge gas used was 
nitrogen. The reactor with its purge-gas supply tube was 
inonersed in a thermostated oil bath that heated the reactor and 
10 the incoming nitrogen. For each SSP run, 80 grams of PET pellets 

were used. A stream of nitrogen was passed through the reactor 
at a rate of 18 standard cubic feet per hour (1.42 x 10"« »>/.) 
at all times during the run. Because of the long length of the 
purge-gas supply tube immersed in the oil bath, the nitrogen was 
heated to the oil temperature as it reached the bottom of the 

reactor. . 

in each run, the pellets were first crystallized and dried 
at 180-C for 60 minutes. Then the reactor temperature was raised 
to 220'C over 10 minutes. The SSP temperature of 220'C was used 
because it is near the maximum reactor temperature allowable in 
the continuous commercial-scale SSP operations in the production 
of high I.V. PET. The SSP step lasted 23 hours. Samples were 

.„ torvals for i.v. tests. Table II lists the 
taken at various intervals ror i.v. 

I V. ' s of the samples taken during the runs. 

The I V. data listed in Table II were further plotted 
against the SSP time in Figure 1 to compare the SSP rates of the 
four types of pellets. It can be seen from Figure 1 that all the 
three types of open-ended pellet solid state polymerize much 
faster than the standard pellets. 

C-Pellets, with the largest cavities and open gaps, solid 
state polymerize fastest: O-Bellets, with the smallest cavities 
and with no open gaps, polymerize more slowly, although not by 
much . 

From Figure 1. the reaction times re.guired for the four 
types of pellets to achieve two product I-V.'s, 0.84 dl/g and 
0 95 dl/g, were determined. These I.V.-. are required for bottle 
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,„„ Iw , tray application, r.ap.ctiv.ly. ». «... SSP ti„. 
« qul r.,,.nts and th. bul* d.nsity data. tha .«.«.,. rata., 
th a S=P rata rati.., and th. productivity .dvant.aa. over th. 
Ldard paii-t, war. t.icdi.t.d rar tha product cr ... and 

dl„ I.v. product.. Th. r.aulta ara liat.d in ^ , ... 

It can b. ..-a rrcc Table III that, batw.an I.V. « .« 

„ a ..„ o-P.ii.ta. o-p.ii.ta. - 

al„t.,a, or tha opan-.nd.d p.llata over th. 

1 b. caiculatad by t.tio, into account th. bol> 

„a .our typaa of p.llata. Th.y ara: 2P.3. 31.9. and ,0.2 

parent r.ap.ctlvaly for O-P.Hata. 0-p.llat. and O-p.H. «■ It 

Z b. .-an that th. ba.t productivity ^£ ' 

..pl.oin, th. at.nd.rd pallata with 0 -P.H.«. which h.v. C 

IhaP. oro.a-a.cti.na with vary narrow op.n ..pa. Thua. Q-p.Hat. 

shape cross density 

appear to have the best combination of SSP rate 

among the three types of open-ended peXlets . 
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Table I 

Pellet Character istics and 

>n Conditions used to Prepare Them 



Pellet Shape 


S 


O 


Q 


C 


Die Used 


Standard 


A 


B 


B 


1 Barrel temp, °F 


540 1 


540 1 . 


540 1 | 


540 1 


J Die temp, °F 


ca nl 


490 2 


490 2 


540 1 


J Screw RPM 


33 


33 


33 


50 


j Pelletizer Speed 
1 Setting 


10 


10 


10 


15 


1 Pellet wt, gm 


0.0182 


0.0184 


0.0184 ' 


0. 0182 


I Bulk density g/cc 


0.793 


0.763 


0.740 


0.706 


1 Pellet length, mm 


3 


3 


3 


I 3 


1 Major axis, mm 


2.72 


2.45 


2.48 


2.58 


I Minor axis, mm 


1.87 


2.24 


2.35 


2.36 


1 Axis ratio 


1.45 


1.09 


1.06 


1.09 


1 Pellet cavity 
I diameter, mm 




0.25 


0.35 


0.72 


1 Gap in pellet, mm 






0.11 


0.39 



1 282°C 

2 254°C 
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Table II 

I.V. 's of Samples of PET Pelle ts Taken 
Purina Solid State Polymerisation at 220°C 



SSP 

Time, hr 


' s 
Pellets 


"o 

Pellets 


Q 

Pellets 


C 

Pellets 


0 


0.590 


0.589 


0.590 


0.591 


1 


0.615 


0.641 


0.640 


0.660 


2 


0.661 


0.689 


0.695 


0.700 


3.5 


0.714 


0.755 


0.758 


0.765 


5 


0.765 


0.810 


0. 812 


0.819 


7 


0.805 


0. 864 


0.875 


0. 882 


10 


0.883 


0.939 


0.956 


0. 958 


14 


0.955 


1.025 


1.050 


1. 067 


18 


1.013 


1.126 


1.140 


1.152 


23 


1.105 


1.192 


1.216 


1.221 
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Table III 

taction Rate and Prod u ctivity Improvements 
of Onen-endeH Pellets over Standa rd Pellets 
in continuous Solid S ^i-» Polymerisation 
A . Product I.V. =0.84 dl/g for bottle applications 



Pellet Type 


S 


O 


Q 




SSP time required,, hr 


8.2 


6.1 


5.8 


5.6 


Avg, V SSP rate dl/g/hr 


0. 0305 


0.0410 


0.0431 


0 . 0446 


SSP rate ratio 


1.000 


1.344 


1.413 


1.461 


% productivity Advantage 




29.3 


31.9 


30.2 


B. Product I.V. ~ 0.95 dl/g for food tray applications 




Pellet Type 


S 


O 


Q 


C 


SSP time required, hrs 


13.8 


10.2 


9.7 


9.4 


Avg. SSP rate dl/g/hr 


0.0261 


0.0353 


0.0371 


0.0333 


SSP rate ratio 


1.000 


1.352 


1.421 


1.467 


% Productivity Advantage 




30.1 


32.6 


30 . 6 



10 



15 



20 



E xample 2 

ThTstandard die and. Die B used in Example 1 were used to 
prepare standard solid pellets and open-ended pellets of 
poly (ethylene naphthalate, (PEN) for SSP tests. The PEN 
prepolymer used had an I.V. of about 0.48 dl/g as measured xn a 
60 :40 phenol:tetrachloroethane solvent system at a temperature of 
30-C and a carboxyl content of 12 meg/Kg. Pellet preparation had 
little or no effect on I.V. or carboxyl content. The standard 
pellets obtained had a pellet weight of 1.98 grams per 100 
pellets, a major axis of 2.58 mm, a minor axis of 2.00 znm and a 
DU lx density of 0.78 g/ee. The open-ended pellets prepared with 
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Die B had a pellet weight of 1.97 gran* per 100 pellets, an »0«- 
shaped cross-section with 2.50 mm major axis and 2.38 mm minor 
axis, an approximate cavity diameter of 0.71 mm, and a bulk 
density of 0.71 g/cc. Pellet length was 3 mm for both types of 
pellets. 

These two types of PEN prepolymer pellets were solid state 
polymerised in the same small-scale static-bed reactor used in 
Example 1. Except for an additional devolatilization step, the 
SSP experimental procedures used in this Example were similar to 
th ose used in Example 1. For each run, the PEN pellets were 
first devolatilized at 120'C for 4 hours. Then the PEN pellets 
were crystallized and dried at 200*C for 1 hour. Then the bed 
temperature was raised to 250'C to effect SSP which lasted 24 
hours. At all times throughout the run, the polymer bed was 
purged with a stream of nitrogen. Table IV lists the I.v.'s of 
the samples taken during the SSP runs with the PEN standard 
pellets and the open-ended pellets. The I.V. data in Table IV 
were also plotted in Figure 2 to compare the SSP rates of these 
two types of PEN pellets. 
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Table IV 

ring Solid State Polyme risation 



I.V.'s of Samples Taken Du 

of PEN Standard Pellets and Open-ended Pellets 



10 



15 



SSP Time, hr 


Standard Pellets 
(S-Pellets) 


Open-ended Pellets 
(O-Pellets) 


0 


0.4830 


0.4830 , 


1 


0. 506 


0.526 


2 


0.534 


0.562 


3.3 


0.570 


0.613 


5 


0.595 


0.653 


7 


0.631 


0. 696 


10 


0.670 


0.755 | 


14 


0.711 


0.792 


18 


0.754 


0.845 


24 


0.795 


0. 887 



Two major applications of high I.V. PEN are packaging and 
industrial fibre. Packaging applications require an IV of 
about 0.65 dl/g, and industrial applications about 0.75 dl/g. 
Fron figure 2, the standard pellets (S-pellets) required 8 . 3 and 
X3.0 hours, whereas the open-ended pellets <0-Pellets) required 
4 . 9 and 10.1 hours respectively to achieve these I.V.-. thus 
the open-ended pellets solid state polymerised faster than the 
Lndard pellets by 6 9 percent between 0.48 and 0.65 dl/g and by 
78 percent between 0.48 and 0.75 dl/g. Taking into account 
iower bulk density of the open-ended pellets productivity ga.ns 
of 54 and 6 2 percent respectively can be achieved by replacing 
th. standard pellets with the open-ended pellets in the 
prod uction of PEN resins for packaging and industrial fibre 
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applications . 

Compared with Example 1, it can be seen that even' greater 
productivity gains can be realized with PEN than with PET by the 
use of the prepolymer pellets of this invention. This is because 
5 PEN has a lower vapour permeability or higher vapour barrier 

properties than PET. 
Exarrrole 3 

A series of modified PET prepolymers with l.V.'s ranging 
from 0.40 to 0.55 dl/g were produced in a 200-lb (90.72 Kg) 
10 capacity pilot plant. This modified PET was a copolyester 

composed of 9B mole % ethylene terephthalate and 2 mole % 
ethylene isophthalate repeating units and produced by reacting 
ethylene glycol with 98 mole % terephthalic acid and 2 mole % 
isophthalic acid using a melt polymerisation process commonly 
known to those experienced in the art of polyester manufacturing. 
This composition is widely used for polyester bottle resin. The 
I V 's of these copolyester batches were controlled by varying 
the polycondensation cycle time which is defined as the duration 
between the time the batch pressure is reduced to full vacuum 
(b elow 1 mm Hg - 1.33 x 10* Pa) and the time the polymerisation 
is terminated. A fixed polycondensation temperature of 282 C was 
used for the production of the prepolymers. 

Two types of pellets, namely solid pellets and O-pellets, 
were produced by discharging the polymer melt, after the 
25 completion of the batch, through a standard extrusion die and a 

»C"-profile extrusion die, respectively, and quenching and 
pelletizing the extruded strands. The standard die had 15 round 
orifices each with a diameter of 6 mm. The -c-profil. extrusion 
die had 15 "C-shaped orifices each with an OD of 5.1 mm, an ID 
30 of 2.25 mm, and a gap of 0.397 mm as defined in Example 1. 

Pellet samples from selected prepolymers produced in the 
pilot plant were solid state polymerised in a small-scale static- 
bed reactor at 220'C for 16 hours using the procedure described 
in Example 1. The solid state polymerisation rates and the 
35 acetaldehyde contents before and after solid state polymerisation 

of three of the selected prepolymers are compared here to 
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demonstrate another important advantage of .O-pellets over solid 
pellets, namely lower acetaldehyde content in the solid state 

polymerized product. 

The three prepolymers are designated as 3-A, 3-B, and 3-C. 
5 some of the pellet characteristics and some of the properties of 

these three prepolymers are compared in Table V. All of the 
three prepolymers had similar pellet weights. Prepolymer 3-A was 
in the form of solid pellets and the other two prepolymers were 
in the form of O-pellets. With the same polycondensation cycle 
10 time of 46 minutes, 3-A and 3-B prepolymers had similar I.V. 'a 

(0.534 and 0.532 dl/g respectively) and similar acetaldehyde 
contents (85.2 and 87.4 ppm respectively). With a shorter 
polycondensation cycle time (36 minutes), 3-C prepolymer had a 
lower I.V. (0.482 dl/g) and a lower acetaldehyde content 
15 (49 0 ppm). The considerably lower acetaldehyde content of 

Prepolymer 3-C can be explained as follows. It is known that 
m ost of the acetaldehyde content in the prepolymer is generated 
during the polycondensation step when the reactor temperature and 
the melt viscosity are relatively high. Since high temperature 
20 promotes acetaldehyde generation and high melt viscosity impedes 

acetaldehyde removal from the prepolymer melt and a higher 
prepolymer I.V. requires a longer polycondensation cycle time, 
the acetaldehyde content of the resulting prepolymer pellets 
increases rapidly with increasing I.V. . 
25 The solid state polymerisation rates of the three 

-.-^ -in Fi oure 3. It can be seen that the 
prepolymers are compared in Figure j. 

standard prepolymer, 3-A, attained an I.V. of 0.80 dl/g in 10.5 
hours of SSP. Note that 0.80 dl/g is the required I.V. for this 
copolyester for bottle application. Another SSP run with 10.5 
30 hour reaction time was conducted for each of these three 

prepolymers to provide samples for testings for SSP product 

TV*e I V.'s and acetaldehyde contents of 
acetaldehyde contents. The i,v. 

these SSP products are included in Table V. 
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Table V 



Pellet Characteristics, T.V.'a and A^taldehyde Contents 
nf rn r .lyester Pr^lvmers before and after SSP* 



Copolyester prepolymer j 


3 -A 


3-B 


3-C 


Polycondensation 
cycle time, rain 


46 


46 


36 


Pellet Type 


Solid pellet 


O-Pellet 


O-Pellet 


Pellet wt , gm 


0.0161 


0. 0163 


0-0162 


I.V. before SSP, dl/g 


0.534 


0.532 


0.482 


Acetaldehyde content 
before SSP, ppm 


85.2 


87.4 


49.0 


I.V. after SSP, dl/g 


0. 80 


0.87 


0.81 


Acetaldehyde content 
after SSP, ppm 


1.4 


1.1 


0.8 



10 



15 



* Note: Solid state polymerisation for 10.5 hours at 220*0 

The SSP product of 3-B had an I.V. and an acetaldehyde 
content of 0.87 dl/g and 1.1 ppm respectively as compared with 
0 80 dl/g and 1.4 ppm respectively for the SSP product of 3-A, 
although both prepolymers had virtually equal initial I.V.-, and 
acetaldehyde contents. This indicates that it is possible to 
significantly increase the SSP product I.V. and reduce the SSP 
product acetaldehyde content simply by introducing a cavity 
through each of the prepolymer pellets. 

The SSP product of 3-C had an I.V. approximately equal to 
that of the SSP product of 3-A, indicating that it is also 
possible to use a prepolymer with a desirable lower I.V. without 
sacrificing the SSP productivity simply by introducing a cavity 
through each of the prepolymer pellets. Since a lower prepolymer 
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x v requires a shorter polycondensation cycle time, this also 
me ans that the productivity of the melt polymerisation process 
used to produce the prepolymer is increased. More surprisingly, 
the acetaldehyde content (0.8 ppm, of the SSP product of 3-C was 
muc h lower than that of the SSP product of 3-A (1.4 ppm). This 
can be attributed to the lower prepolymer aceltaldehyde content 
as well as the lower diffusion resistance of the prepolymer 
pellets of 3-C. The very low SSP product acetaldehyde content 
(below 1.0 ppm) achievable by using a lower prepolymer I.V. in 
combination with a pellet shape with low diffusion resistance 
will make the SSP product well suited for applications that 
require stringent acetaldehyde content limits (eg, polyester 
bottles for mineral water), add value to the product, and creates 
new applications. This advantage is in addition to the increased 
melt polymerisation process productivity explained above. It 
should be noted that, heretofore, no comparable conventional 
manufacturing process has been able economically to produce 
polyester bottle resin with an acetaldehyde content lower than 
1.0 ppm. 
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= , oH .„! lets thus offer the following 
Prepolymer open-ended pexxe^s tnus 

advantages over standard prepolymer pellets: 

Pellets with open-ended cavities solid state polymerize much 
faster than standard pellets. Therefore, with an existing SSP 
plant, greater productivity can be achieved by using open-ended 
pellets. in a new plant a smaller SSP reactor is required for 
equal productivity. In both cases, the production costs are 
lower. 

Even if I.V. is uniform throughout each prepolymer pellet 
before SSP, it will vary within the pellet after SSP. This is 
because of diffusional differences of by-products from within the 
peller As a result, the I.V. will be highest at the surface and 
Xowest at the centre of a solid pellet. Since the maximum by- 
product diffusion path length can be more than halved by 
introducing a cavity in the pellet, such pellets have a. much 
narrower I.V. distribution than standard pellets. Narrower I.V. 
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distribution offers better polymer properties and processability . 
This is especially important in extrusion-blow molding. 

because of the higher SSP rates of open-ended pellets, the 
capability of an existing SSP process can be enhanced. For 
5 example, in a continuous SSP reactor with a residence time of 10 

hours, the highest achievable product I.V. is, as shown in Figure 
1, about 0.88 dl/g with standard PET prepolymer pellets; 
sufficient for bottle application but insufficient for food tray 
application. If Q-Pellets or C-Pellets are used, products with 
10 I.V.'. exceeding 0.95 dl/g are obtained; sufficient for bottle 

and food tray applications. The use of open-ended pellets 
enables an existing SSP process to produce higher molecular 
weight products for more demanding applications. 

Use of open-ended pellets can also enable the lowering of 
15 prepolymer I.V. while maintaining the productivity and high 

product I.V. on an existing SSP line. Lower prepolymer I.V. 
leads to greater productivity for the melt process used to 
produce the prepolymer. Obviously, with open-ended pellets, not 
only higher molecular weight products can be produced with an 
20 existing SSP process, but the feed polymer I.V. can also be 

lowered. 

L ow acetaldehyde contents are desirable for bottle 
By using open-ended pellets with lower I.V.. products with lower 
acetaldehyde content can be obtained without sacrificing 
25 productivity. 
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C L AIMS 



1 A polyester prepolymer pellet: having proved gas diffusion 
characteristics that can he solid state polymerised into a high 
molecular weight polyester which comprises a polyester .prepolymer 
formed into a substantially tubular open-ended pellet. 

2 A pellet as claimed in claim. 1, wherein the prepolymer has 
an intrinsic viscosity in the range of from 0.3S dl/g to 0.75 
dl/g as measured in a 60:40 phenol: t etrachloroethane solvent 
system at a temperature of 30°C. 

3 A pellet as claimed in claim 1 or claim 2, which xs open at 
both ends and has an «0"-shaped cross-section. 

4 a pellet as claimed in clai. 1 or claim 2, whxch xs open at 
b^h ends and open to the side, and has a ^-shaped cross- 

15 r Ct Tpellet as claimed in claim 4, wherein the side opening is 

narrower than one-fifth the pellet diameter. 

7 a pellet as claimed in claim 4, wherein the side opening 
plovides a gap of size in the range of from 0 . 01 to 10 mm 
7. A pellet as claimed in claim 6, wherein the gap sxze xs xn 
20 the range of from 0.1 to 0.4 mm. ^ 

8 A pellet as claimed in any one of claxms It, 
polyester is poxy (ethylene t ere P ht h alate> or poly (ethylene 

rTprtlis for the preparation of a peptized polyester 
plepolymer hy melt polymerisation followed by extrusion into 
pellets, characterised in that the polyester prepolymer xs 
extruded through a die designed to form substantially tubular 
21 en strands, and the molten strands are guenched and then 
lopped into open-ended pellets of a size and shape suxtable for 

, • ! to 8 or as' prepared by the process as claxmed xn 
polymerisation . 
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